**************** 



*■ fe^K 




Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 




Mazdoor Kisan Shakti Sangathan 
"The Right to Information, The Right to Live" 



IS 860 (1987) : Handloom Cotton Sponge Cloth, Grey, Striped 
or Checked [TXD 8: Handloom and Khadi] 




Jawaharlal Nehru 
'Step Out From the Old to the New' 



■K^y / 1 juaaaws^fea rs^^TTF^ 



2*S< W I *>S*V2^NK^ 



^frcvvv^ 



Satyanarayan Gangaram Pitroda 
Invent a New India Using Knowledge 



?TR TJ^ ^TT teMHI | ^t ^Wt ^m\ ^f ^TT ^T^?TT \' 

Bhartrhari — Nitisatakam 
"Knowledge is such a treasure which cannot be stolen" 




.^^_ 



• 




BLANK PAGE 



*rt*2V^ 





PROTECTED BY COPYRIGHT 



IS : 860 • 1987 

(Reaffirmed 2003) 



Indian Standard 

SPECIFICATION FOR 

HANDLOOM COTTON SPONGE CLOTH, 

GREY, STRIPED OR CHECKED 

( First Revision ) 

First Reprint JANUARY 1998 
UDC 677.21.074.164.2/.3 



© Copyright 1987 

BUREAU OF INDIAN STANDARDS 

MANAK BHAVAN, 9 BAHADUR SHAH ZAFAR MARO 
NEW DELHI 110002 



Gr 2 December 1987 



IS : 860 - 1987 

Indian Standard 

SPECIFICATION FOR 

HANDLOOM COTTON SPONGE CLOTH, 

GREY, STRIPED OR CHECKED 

(First Revision) 

Handloom and Khadi Sectional Committee, TDC 13 

Chairman Representing 

Development Commissioner for Development Commissioner for Handlooms, 
Handlooms New Delhi 

Vice-Chairman 

Director of Handlooms and Directorate of Handlooms and Textiles, 

Textiles Government of Tamil Nadu, Madras 

Members 

Joint Director of Handlooms 
and Textiles ( Alternate to 
Director of Handlooms and Textiles ) 
Shri A. T. Basak Directorate General of Supplies and Disposals 

( Inspection Wing ), New Delhi 
Shri B. D. Dubb ( Alternate ) 
Shri P. K. Das Directorate of Handlooms and Textiles, 

Government of West Bengal, Calcutta 
Shri Samir Mukherjee ( Alternate ) 
Shri O. P. Dhawan Silk and Rayon Textiles Export Promotion 

Council, Bombay 
Shri L, Desi Gowda Indian Institute of Handloom Technology. 

Salem 
ShriQ. M. Humayun National Handloom Development Corporation 

Ltd, Lucknow 
Shri D. Jayaramaiah Development Commissioner for Handlooms, 

New Delhi 
Dr M. N. U. Kurup Ministry of Defence ( DGI ) 

Shri R. B. Nasekar ( Alternate ) 

( Continued on past 2 ) 

® Copyright 1987 

BUREAU OF INDIAN STANDARDS 

This publication is protected under the Indian Copyright Act ( XIV of 1957 ) and 

reproduction in whole or in part by any means except with written permission of the 

publisher shall be deemed to be an infringement of copyright under the said Act. 



IS : 860 - 1987 



( Continued from page 1 ) 

Member* 
ShM 1 \ N'AHADLVAN 

SlIIU B. N. Mehta 



Representing 



The Handloom Export Promotion Courxil, 

Madras 
D rec=omte of Industries, Government of 
liaryana, Chandigarh 
Shr; C. R. Yadav ( Alternate ) 
Shri K. S. Murthi The Khadi and Village Industries Commissi, 

Bombay 
Shr; R. S. Kulkarm ( Alternate ) 
Sunt N. Balakkuhkan Nair Kerala Slate Handloom Development Corpo- 

ration Limited, Cannanore 
Shri P. Vuayan ( Alternate ) . „ . . .,., 

Shri R. G. Owalekar All India Federation of Co-op Spinning Mills 

Ltd. Lorn bay 
Shri M. G. Rajan Textiles Committee, Bombay 

Shri A. S. Rama Rao ( Alternate ) 

" - The South India Textiles Research Association, 

Coimlatore 
The Handicrafts and Handlooms Exports 

Corporation of India, Madras 
The Silk and Art Silk Mills' Research Asso- 
ciation, Bombay 
Andhra Pradesh State Handloom Weavers* 

Co-operative Society Ltd, Vijayawada 
The Oirec-or of Handlooms, Govt of Orissa, 

nhiibn:esh\*ar 
J & K S;ate Handloom Development Corp 

Lid, Srinagar 
The Director of Handlooms, Govt of Assam, 

Guwahati 
Apparels Export Promotion Council, New Delhi 
Government of Uttar Pradesh 
Shri M. P. Sharma ( Alternate ) p p 

The Secretary All India Handloom Fabrics Marketing Co- 

operative Society Ltd, Bombay 
Shri A. Rajamani ( Alternate I ) 
Shri D. Sengupta ( Alternate II ) 
Senior Executive & Special The Tamil Nadu Handloom Weavers' Co- 

Officer operative Society Ltd, Madras 

Senior Manager ( Design & 
Product Development) ( Alternate ) 
Shri R. I. Midha, Director General, BIS ( Ex- officio Member ) 

Director ( Tex ) 

Secretary 

Shri P. Bhatnagar 
Deputy Director ( Tex ), BIS 



Shri K. Ranganathan 

Shri S. Rangarajan 

Shri H. R. Rao 

Regional Manager 

Representative 

Representative 

Representative 

Representative 
Shri K. K. Rohtagi 



( Continued on page 8 ) 



IS : 860 - 1987 

Indian Standard 

SPECIFICATION FOR 

HANDLOOM COTTON SPONGE CLOTH, 

GREY, STRIPED OR CHECKED 

(First Revision) 

0. FOREWORD 

0.1 This Indian Standard ( First Revision ) was adopted by the Bureau 
of Indian Standards on 11 May 1987, after the draft finalized by the 
Handloom and Khadi Sectional Committee had been approved by the 
Textile Division Council. 

0.2 This standard, first published in 1956, has been revised in order to 
make it up-to-date in respect of the following changes: 

a) Yarn conforming to IS : 171-1985* has been recommended; 

b) Clauses on inspection, marking and packing have been included; 
and 

c) Latest versions of Indian Standards on test methods have been 

specified, 

0.3 For the purpose of deciding whether a particular requirement of 
this standard is complied with, the final value! observed or calculated, 
expressing the result of a test, shall be rounded off in accordance with 
IS : 2-1960t* The number of significant places retained in the rounded 
off value should be the same as that of the specified value in this 
standard. 



1. SCOPE 

1.1 This standard prescribes the constructional particulars and other 
requirements of three varieties of handloom cotton sponge cloth, grey, 
striped or checked* 

•Specification for cotton and cotton regenerated cellulosio fibre blended grey 
yarn ( third revision ). 

fRules for rounding off numerical values {revised), 

3 
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1.2 This standard does not specify the general appearance, lustre, feel, 
finish or colour and their combination in striped or checked cloth. 

2. MANUFACTURE 

2.1 Yarn — The cotton yarn used in the manufacture of cloth shall 
conform to the requirements of IS : 171-1985*. 

2.1.1 The warp yarn shall not be sized before weaving. 

2.2 Cloth — Each cut end of the sponge cloth shall be hemmed to a 
depth of not less than 1 cm, the raw edges having a turn in of 10 mm 
before the hem is formed. Cotton sewing thread conforming to variety 
number 31 of IS : 1720-1978f shall be used iu hemming and number of 
stitches shall be at least 40 per decimetre. 

3. REQUIREMENTS 

3.1 The cloth shall conform to the constructional requirements and other 
characteristics as given in Tables 1 and 2. 

3.2 If in order to illustrate or specify the indeterminable characteristics, 
such as general appearance, lustre, feel, and shade of the cloth, a sample 
has been agreed upon and sealed, the supply shall be in conformity with 
the sample in such respects. 

3.2.1 The custody of the sealed sample shall be a matter of prior 
agreement between the buyer and the seller. 

4. INSPECTION 

4.1 The cloth when visually inspected should be reasonably free from 
the following defects: 

a) Weft crack or more than two missing picks across the width; 

b) Prominently noticeable weft bar due to the difference in raw 
material, count, twist, lustre, colour, shade, etc," 

c) More than two adjacent ends running parallel, broken or 
missing and extending beyond 15 cm; 

d) Prominent selvedge defects; 

e) Noticeable warp of weft float; 

f) Noticeable hole, cut or tear up to 3 mm in size; 



•Specification for cotton and cotton regenerated cellulosic fibre blended grey 
yarn ( third revision ). 

tSpecification for cotton sewing threads ( second revision ). 



TABLE 1 CONSTRUCTIONAL PARTICULARS OF HANDLOOM COTTON SPONGE CLOTH, GREY, 

STRIPED OR CHECKED 



Variety 
No. 



Count of Yarn ( Approx ) 
( For Guidance Only ) 



(Clause 3.1) 
Ends 



Picks Weight Length Width Weave 



Warp 

(1) (2) 

tex ( Cotton Count ) 

1. 295 tex (or 2s) 

2. 60 tex x 2 
( or 10»/2 ) 



Weft 

(3) (4) 

tex ( Cotton Count ) per dm 
2?5 tex ( or 2s ) 50 

394 tex Cor l-5«) 50 



(5) 
per dm 
50 
70 



(6) 

g/m2 

315 

390 



(7) (8) (9) 



As agieed, 
see Note 1 



2/2 twill 
2/2 twill 



3. 30 tex x 2 

(or20»/2) 


148 tex ( or 4» ) 


40 30 

( double ) 


270 One and 
one leno 


Tolerance, — 

percent 


— 


±5 ±5 


±5 -2 -2 — 


Method of — 
test 


— 


IS: 1963-1981* 


IS : 1964- IS : 1954-1969* Visual 
1970t 



Note 1 — The usual width and corresponding length of sponge cloth are given below: 



Width, cm 

18 
18 
21 



Length, cm 

18 
21 
21 



♦Methods for determination of threads per unit length in woven fabrics ( second revision ). 

fMethods for determination of weight per square metres and weight per linear metre of fabrics (first revision ). 

{Methods for determination of length and width of fabrics (first revision ). 



oe 

ON 



00 
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TABLE 2 REQUIREMENTS OF 11 VN1LOOM COT TON SPONGE CLOTH, 
GREY, STRIPED OR CHECKED 




{Clause 3.1 ) 




Sl Characteristic 

No. 


Requirement 


Method of Test 


j) Colour fastness ( for striped 
or checked cloth only ) 






a) Light 


4 oe better 


IS : 636-1935* or 
IS : 2454-I9*5t 


b) Washing: Test 4 




IS: 765-19791 


i) Change in colour 


4 or better 




ii) Staining on cdton 


4 or better 




ii) Scouring loss, percent, Max 


5 


IS; 1383-1977§ 
( mild method ) 



•Method for detcrminaiion of cjIou* fastness of textile materials to daylight 
(first revision ). 

tMethod for determination of colour fastness of textile materials to artificial 
light ( xenon lamp ) ( first revision ). 

JMethod for determination of colour fastness of textile materials to washing: 
Test 4 ( second revision ). 

JMethod for determination of scouring loss in gey and finished cotton textile 
materials (first revision ), 

g) Noticeable oil or other stains; 
h) Smash rupturing the texture of the fabric; and 
j) Prominently noticeable dyeing defects ( bars, streaks and 
patches, etc). 

41.1 A reference may be made to JS : 4125-1967* for details of 
these defects. 

5. MARKING 

5.1 The cloth shall be suitably marked or labelled with the following 
information: 

a) Name of the material, and variety number; 

b) Manufacturer's name, initials or trade-mark; 

c) Month and year of manufacture; and 

d) Length and width of piece. 



'Glossary of terms pertaining to defects in fabrics. 
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5.1.1 The cloth may also be marked with the Standard Mark. 

Note — The use of the Sundard Mark is governed by the provisions of the 
Bureau of Indian Standards Act, 1986 and the Ruies and Regulations made 
thereunder. The Standard Mark on products covered by an Indian Standard 
conveys the assurance that they have been produced to comply whh the require- 
ments of that standard under a *ell defined system of inspection, testing and 
quality control which is devised and supervised by BIS and operated by the 
producer. Standard marked products are aiso continuously checked by BIS 
for conformity to that standard as a further safeguard. Details of conditions 
under which a licence for the use of the Standard Mark may be granted to 
manufacturers or producers, may be obtained from the Bureau of Indian 
Standards. 

6. PACKING 

6,1 Unless otherwise agreed upon by the buyer and the seller, the cloth 
shall preferably be packed in bales or cases in conformity with the 
procedure laid down either in IS : 1347-1972* or IS : 293-1980t 

7. SAMPLING 

7.1 The scale of sampling and criteria for conformity as given in IS : 
3919-1966$ shall be followed in respect of physical characteristics, 
namely, ends and picks, weight, length, width, and weave. 

7.2 The scale of sampling and criteria for conformity as given in 
IS : 5463-1969§ shall be followed in respect of the chemical requirements 
of colour fastness and scouring loss. 



*C0de for inland packing of cotton cloth and yarn (first revision ). 
tCode for seaworthy packaging of cotton yarn and cloth ( third revision ). 
(Method for sampling cotton fabrics for determination of physical characteristics, 
fMetbod for sampling of cotton fabrics for chemical tests* 
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